GLASS SANDS OF KENTUCKY
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(2.)   Glass   sand  quarry  of   the   Carnp   Glass   Company,   Lawton,   Carter
County,   Kentucky.

10 months. Not only the sand, but also the lining of the mill and the
pebbles within the mill, are reduced ultimately to a rock flour.

Since the lining of the tube consists of silica blocks, and the flint
pebbles are very pure silica, the wearing away of these materials
does not introduce an impurity into the glass sand. If the sand thus
pulverized passes screens varying from 40 to 80 mesh it would be of
suitable fineness for glass sand.

The rock flour which passes a mesh from 110 to 130 would be too
fine for use in the manufacture of glass, but it could be utilized as a
paint, for .scouring and polishing powders, and as an adulterant of
soap.

CHASER MILL.

A chaser mill consists of a circular steel tank or pan, varying in
diameter from 6 to 9 feet, in which two heavy steel rollers or mull-
ers revolve. The pan itself is stationary. The heavy wheels chase
each other around in the pan, hence the name, chaser mill. Water
is fed into the crushed sand and the sand is delivered from the
chaser thru screens on the side of the pan.

The capacity of a mill depends somewhat upon the number of
crushers and chasers it contains, but a 9 foot chaser should easily pre-
pare for washing 200 tons of sand per day.sited. This sand should be crushed separately from the
